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iron black or dark grey mass at the bottom, of the sp. gr, 5.28. It was estimated to consist of 70 platina and 30 phosphorus ; bot I doubt whether it could consist of these two elements only.
Fbosphuretted hydrogen water scarcely has any effect on muriate of platina. After some time a very light flocculent matter ap-pears9 as Dr. Thomson has observed; but this seems to me to be nothing but a slight precipitation of phosphorus alone; I apprehend the gas unites with the platina, but the compound remains in solution somewhat in the same manner as platina and sulphuretted hydrogen, The platina may be precipitated from the clear liquid by muriate of tin, much the same in appearance as If no phosphuretted hydrogen were present.
9. PJtosphuret of silver.
When pieces of phosphorus are dropped amongst silver heated to red in a crucible, the two unite and enter into fusion, according to Pelletier; when the metal is saturated with
phosphorus the whole continues in a state of tranquil fusion; but being withdrawn from the fire, at the moment of congelation, a